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WHAT IS CLAIMED IS: 

iSv A magnetic recording medium, in which an 
aluminum o^ide layer having holes on a substrate is 
filled with aNqagnetic substance, comprising: 

at least one\onductive layer between the aluminum 
oxide layer and the shbstrate, 

wherein the conductive layer has fee structure and 
its (111) face is oriented \n a direction perpendicular 
to the substrate, and the magnetic substance includes a 
hard magnetic substance that has l^cp structure and the 
c-axes of which are oriented in a direction 
perpendicular to the substrate- X, 

2* The magnetic recording medium according to 
claim 1, wherein the hard magnetic substance includes 
Co* 

3 . The magnetic recording medium according to 
claim 1, wherein the aluminum oxide has nanoholes 
formed by anodic oxidization. 

4. The magnetic recording medium according to 
claim 1, wherein the conductive layer is a base 
electrode layer . 

5. The magnetic recording medium according to 
claim 1, wherein the conductive layer includes Cu as a 
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component: . 

6. ' The magnetic recording medium according to 
claim 1, wherein a portion of each of the fillers with 
which the holes are filled, the portion which contacts 
the conductive layer, has fee structure and its (111) 
face is oriented in a direction perpendicular to the 
substrate • 

7. The magnetic recording medium according to 
claim 6, wherein the portion touching the conductive 
layer includes Cu as a component. 

8. The magnetic recording medium according to 
claim S r wherein the portion touching the conductive 
layer includes NiFe as a component * 

9. The magnetic recording medium according to 
claim 2, wherein the hard magnetic substance including 
Co includes at least one element among Cu, Cr, P, Ni, 
Ft, and Pd. 

10. The magnetic recording medium according to 
claim 1, wherein materials from the conductive layer to 
the hard magnetic substance are given epitaxial growth. 

11. The magnetic recording medium according to 
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claim 1, wherein a soft: magnetic substance layer is 
formed under the conductive layer. 

12 ♦ The magnetic recording medium according to 
claim 1, wherein the holes are arranged in a honeycomb 
array ♦ 
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13. The magnetic recording medium according to 
claim 1, wherein the holes are arranged in a 
rectangular array. 
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Lc record and reproduction apparatus 
using the magnetic reco2 e tJ±**g^raedium according to claim 
1. 



15 ♦ A magnetic recording medium, in which an 
aluminum oxide layer having holes on a substrate is 
filled with a magnetic substance, comprising: 

at least one conductive layer between the aluminum 
oxide layer and the substrate, 

wherein the conductive layer has fee structure and 
its (001) face is oriented in a direction perpendicular 
to the substrate, and the magnetic substance includes a 
hard magnetic substance that has Ll 0 structure and the 
c-axes of which are oriented in the direction 
perpendicular to the substrate. 
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16. The magnetic recording medium according -bo 
claim 15, wherein the hard magnetic substance includes 
MPt (M = Co, Fe, Ni). 

17. The magnetic recording medium according to 
claira\ 15, wherein the conductive layer includes any one 
among Ft, Fd, Cu, Ir f and Rh. 

18. The magnetic recording medium according to 
claim 15, wherein a portion of each of the fillers with 
which the holes are filled, the portion which contacts 
the conductive layer, has fee structure and its (001) 
face is oriented in a direction perpendicular to the 
substrate, 

19. The magnetic recording medium according to 
claim 18, wherein the portion contacting the conductive 
layer includes any one among Pt, Pd, Cu, Ir„ and Rh. 

20- The magnetic recording medium according to 
claim 16, wherein the hard magnetic substance including 
MPt (M ^ Co, Fe, Ni) includes at least one element 
among Cu, Cr, P, Ag, and Pd. 

21. The magnetic recording medium according to 
claim 16, wherein materials from the conductive layer 
to the hard magnetic substance including MPt (M = Co, 
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Fe, Ni) are given epitaxial growth. 

22. The magnetic recording medium according to 
claim 15, wherein an MgO (001) layer is formed under 
the conductive layer. 

23. The magnetic recording medium according to 
claim 15 r wherein a soft magnetic substance layer is 
formed under the conductive layer. 

24. The magnetic recording medium according to 
claim 15, wherein the holes are arranged in a honeycomb 
array. 

25 . The magnetic recording medium according to 
claim 15 , wherein the holes are arranged in a 
rectangular array. 

2oT^^ft--«m^gnetic record and reproduction apparatus 
using the magnetic recor^IiYig^meiiium according to claim 

27. A magnetic recording medium,, in which an 
aluminum oxide layer having holes on a substrate is 
filled with a magnetic substance / comprising: 

at least one conductive layer between the aluminum 
oxide layer and the substrate, wherein the conductive 
layer has any one of Ll or L1 L , and Ll 2 ordered 



structures, and its square array face is oriented in a 
direction perpendicular to the substrate, and the 
magnetic substance includes a hard magnetic substance 
that has the Ll 0 structure and the c-axes o£ which are 
oriented in the direction perpendicular to the 
substrate. 

28 * The magnetic recording medium according to 
claim 27, wherein the hard magnetic substance includes 
MPt (M = Co, Fe, Ni)* 

29 • The magnetic recording medium according to 
claim 28, wherein the conductive layer has any one 
among Ll 0 ordered structure including MPt ( M - Co, Fe, 
Ni), Ll x ordered structure including CuPt, and Ll 2 
ordered structure including CoPt 3 * 

30. The magnetic recording medium according to 
claim 28, wherein the hard magnetic substance including 
MPt (M = Co, Fe, Ni) includes at least one element 
among Cu, Cr, P, Ag, and Pd. 

31* The magnetic recording medium according to 
claim 28, wherein materials from the conductive layer 
to the hard magnetic substance including MPt (M = Co, 
Fe, Ni) are given epitaxial growth- 
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32. The magnetic recording medium according -to 
claim 27, wherein an MgO (001) layer is formed under 
the conductive layer . 
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33. The magnetic recording medium according to 
claim 27, wherein a soft magnetic substance layer is 
formed under the conductive layer. 

34. The magnetic recording medium according to 
claim 27, wherein the holes are arranged in a honeycomb 
array . 

35. The magnetic recording medium according to 
claim 27, wherein the holes are arranged in a 
rectangular array. 

i£ic^record and reproduction apparatus 
using the magnetic recordin^~^eBiuTn--s€xaaEding to claim 
27. 

A method of manufacturing a magnetic 
recording^medium that has a film with anodic oxidized 
alumina nanoholes^f illedf w^th a magnetic substance, 
comprising: 

a step of preparingSa sutistrate; 

a step of forming a conductive layer, which has 
fee structure and its (111) face\is oriented in a 
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Lrection perpendicular to the substrate, on the 
substrate, and forming an aluminum layer thereon; 

step of anodizing the aluminum layer and forming 
alumina \ianoholes ; and 

a stdo of electrodepositing a hard magnetic 
substance layer, which has hep structure containing Co 
in the alumin^nanoholes while the c-axes are oriented 
in a direction Wrpendicular to the substrate, in the 
alumina nanoholesS 



38 . The method\pf 
recording medium accoridinc 
comprising a step of ele^ct 



m^iiuf acturing a magnetic 
to cjaairo 37, further 

lositing a nonmagnetic 



layer, which has fee structure including Cu and whose 
(111) face is oriented in k direction perpendicular to 
the substrate, before the s-Qep of electrodepositing the 
hard magnetic substance layea 
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39. The method of manufacturing a magnetic 
recording medium according to claim 37, further 
comprising a step of electrodepositing a soft magnetic 
layer, which has fee structure mainly including NiFe 
and whose (111) face is oriented in\a direction 
perpendicular to the substrate, bef of^ the step -of. 
electrodepositing the hard magnetic substance layer, 

40. A method of manufacturing a mabnetic 
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^cording medium that has a film with anodic oxidized 
alumina nanoholes filled with a magnetic substance, 
sing: 

a dteo of preparing a substrate; 

a step of forming a conductive layer, which has 
fee structure and whose (001) face is oriented in a 
direction perpendicular to the substrate, and an 
aluminum layer bn the substrate; 

a step of farming alumina nanoholes by anodizing 
the aluminum layea 

a step of elect^rodeposi^ftg a layer including MPt 

th€ alumina nanoholes; and 



(M » Co, Fe, Ni) in dach of 
a step of formation of 



d magnetic substance 



oriented the c-axes in A di reel ion perpendicular to the 
substrate in Ll 0 ordered ^fructlre by annealing process, 

41. A method of manufacturing a magnetic 
recording medium that has a fmm with anodic oxidized 
alumina nanoholes filled with a\magnetic substance, 
comprising : 

a step of preparing a substrate; 

a step of forming a conductive\ layer , which has 
any one of Ll 0 , Ll t , and Ll 2 ordered Structure, and a 
square lattice face of which is oriented in a direction 
perpendicular to the substrate, and an\aluminum layer 
on the substrate; 

a step of anodizing the aluminum la^rer and forming 
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alumina nanoholes ; 

a step of electrodepositing a layer including MPt 
(M =NrO/ Fe, Ni) in each of the alumina nanoholes; and 

a ^tep of formation of hard magnetic substance 
oriented \fche c-axes in a direction perpendicular to the 
substrate in Ll 0 ordered structure by annealing process • 



42. The method of manufacturing a magnetic 
recording mediuifc accord/rife to claim 40, further 
comprising a stej\of rodepositing a nonmagnetic 



layer, which has 
Pt r Pd, Cu, Ir, and 
oriented in a directii 
before the step of elec 
including MPt (M = Co, 
nanoholes * 



tru<r£ure including any one among 
and whose (001) face is 
perpendicular to the substrate, 
^:rod^pos/-ting the layer 

i, Ni) in each of the alumina 



43 - The method of manufacturing a magnetic 
recording medium according toXclaim 41, further 
comprising a step of electro^ep^siting a soft magnetic 
layer, which has fee structure mainly including NiFe 
and whose (001) face is oriented An a direction 
perpendicular to the substrate, befbre the step of 
electrodepositing the layer including MPt ( M = Co, Fe, 
Ni ) in each of the alumina nanoholes A 



